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(57)Abstract: 

PROBLEM TO BE SOLVED: To optimize a pattern 
layout of gas introduction holes in an etching process for a 
sacrifice layer in the production of a MEMS element. 
SOLUTION: A production method for hollow structure 
comprises the steps of forming a drive member on an 
upper surface of the sacrifice layer formed on a substrate 
and forming a plurality of the gas introduction holes in the 
drive member, feeding etching gas through the gas 
introduction holes 18 and selectively removing the 
sacrifice layer by etching to form a space between the 
substrate and the drive member. The plurality of the gas 
introduction holes 18 are formed over the whole area of the 
sacrifice layer, and at least mutual distances between the 
gas introduction holes 18 are equalized. 
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CLAIMS 



[Claim(s)] 
[Claim 1] 

The process which forms two or more gas installation holes in the covering member formed so that 
the sacrifice layer on a substrate might be enclosed, 

Etching gas is supplied through said gas installation hole, and it has the process which carries out 
etching removal only of said sacrifice layer alternatively, and forms a cavity between said substrates 
and said covering members, 

While forming said two or more gas installation holes corresponding to the whole region of said 
sacrifice layer, it forms so that the gas installation hole with which a mutual distance of this gas 
installation hole becomes equal at least may exist all over the districts. 
The manufacture approach of the hollow structure characterized by things. 
[Claim 2] 

The distance of the gas installation hole nearest to a sacrifice layer outside and this sacrifice layer 
outside is larger than twice, and the mutual minimum distance of said gas installation hole is carried 
out. 

The manufacture approach of the hollow structure according to claim 1 characterized by things. 
[Claim 3] 

The silicon ingredient which contains a silicon ingredient or mixture in said sacrifice layer is used, 
and it is XeF2 to said etching gas. Gas is used. 

The manufacture approach of the hollow structure according to claim 1 or 2 characterized by things. 
[Claim 4] 

The process which forms a driving member in the top face of the sacrifice layer formed on the 
substrate, and forms two or more gas installation holes in this driving member, 
Etching gas is supplied through said gas installation hole, and it has the process which carries out 
etching removal only of said sacrifice layer alternatively, and forms space between said substrates 
and said driving members, 

While forming said two or more gas installation holes corresponding to the whole region of said 

sacrifice layer, it forms so that the gas installation hole with which a mutual distance of this gas 

installation hole becomes equal at least may exist all over the districts. 

The manufacture approach of the MEMS component characterized by things. 

[Claim 5] 

The distance of the gas installation hole nearest to a sacrifice layer outside and this sacrifice layer 
outside is larger than twice, and the mutual minimum distance of said gas installation hole is carried 
out. 

The manufacture approach of the MEMS component according to claim 4 characterized by things. 
[Claim 6] 

The silicon ingredient which contains a silicon ingredient or mixture in said sacrifice layer is used, 
and it is XeF2 to said etching gas. Gas is used. 

The manufacture approach of the MEMS component according to claim 4 or 5 characterized by 
things. 
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